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MaodpereHHe othocmtch k qepHofl uerajxjiyp- 

xpoMHCTUx « ApyrMx KOMtuieKCHO-JierHpoaait- 
Hhix Bep^aaeiDittHx crayieft. a tom ^hcac jicfh- 

- pOMHHUX TMraHOM, 

HaaeCTHbiA cnocoG nojiyMCHHii HepMaseHKued 
xpOHcoAepwameA cra^iH BKjiioqaeT a ceOji pac- 
BJiaBJieHHe ujhxtu, o6€3yr;iepo»cMBaMBe pac- 
BJiaaa, pacKHCJieiiHe, /icrHpoBaHHc h awnycK 
iwaaKH a kobu noA ne'pRH«iHMM mjiaxoM. B Ban- 
ay no xoAy' iLfiaBKH bboajit okhcjiu MapraHua. 
OcHaauocTb uuiaKa nepcii aunycKOM Ji^aBKH h3 
ne«iH yaejiHqRBaioT nyreM npkcaiiKH' Maprawn/e- 
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BunycK fwaaxM ocyuiecTBJiHip^:rien6ci)fcjit^toli 
HO B CTa;!epa3;jHBoiHuft kojiiDiiipa ocnd^oef^ 
WJiaKa He ueHce 1.3 c oiDKiBpeiiieaHiiiM nm66^ 
aaHHcu M^aajia THTaMOM. 

BunflaBKa. cTaJUf no HOBOMy cnoco6y aamnii- 
^aerca a :.aieftyioiUeM. B craieiiJiaBiuiMW) 
neqb aarpyxcaioT Mcta^HnecKyio uiHxfyi xpo^ 
MpByw pyAy, OKHOifci h4h KapiJoHaxy napraBRd 
aocHOBHbie ULnaKob^paayiouiHe MarepHajibi. 3a« 
TCM B o6mHOU nopaoKC pacmiaafijriOT h oCSeayr- 
Jiepo««BaiOT piBcanaB. IlpH stqm upoAyaKy 
.iipoHaaoART KHCJibpoAosk H^a i^tcbio khcaodo- 

rajiji Mepe3 cronopHoe oTeepcTHc neoeiRBajOT b:in»» vUJ!i^^« CMCcwp rafuopoAa h 

uinaK. OfiHaico aroV onoco6 ^xapaicTeDiuveTCfl -M^ii™'^^ 
^a «3.pyAt4.M;Tpy^oc«M«, J«a^ 

HoroarperaTa . - : . . .■:_,;;''^/P"yJ''»TaM 

Jl;.» aroro B^^aauHy iio pacKHOieHHH bbowt ' ^ppe^rSy^'c^TaBa •^POHaaoflar 
Mexa.. H o^aK npo.y.a«r ™epr„HM raao-. a ; 30 CK^.^TJlSaKa:^ S b^^^^^^ 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
tlirough the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 



350833 



2 

the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1.3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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